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(57) Abstract: 

PURPOSE: To minimize resin flowing 
from a metal mold and to alleviate 
burr- removing operation when fiber 
reinforced plastics is molded by 
using a pyepreg by a method wherein 
a cloth is placed for molding at 
the lower part of a male mold whic 
h corresponds to a molded article. 
CONSTITUTION: A piece of glass 
fiber textile 31 is mounted near 
the central part or the upper 
surface 22a of a male mold 22 and 
two SMC mats 32 are put on the 
upper surface of the texti le. Then, 

a glass fiber belt-form textile 34 is cemented temporally 
through an SMC tape 33 and heated under pressure by a male 
and a female die. Resin in the SMC mats 32 is plasticized at 
the beginning of heating and pressing, the SMC mats 32 
themselves flow between the internal circumferential surface 
21b on the side part of the female die 21 and the external 
circumferential surface 22b on the side part of the male die 
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22, reaches the lowest parts of the male and female dies 21, 
22 and the plasticized resin is cured into a molded article 
at the end of heating and pressing. On this occasion, since 
flowed resin is impregnated in the belt- form textiles 31, 
32, the amount of flowing burrs is minimized. 
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